SATURDAY, 25™ AUGUST, 1894.
T*    ,      ]   Time-   Discharging Tank'   j          and Flllingf		Time.   Discharging and Filling.	Strong   Weak ! Wa _t. j sr S: wii. Remark, Tons.     Tons.     Tons' I				Volumetric Determination of the Strength of the Solutions. \
S' No, i }	8.30 a.m.   5 tons. 6      p.m.   5  „ 1 1. 30 p.m.   5  „ 5 a.m. to 6 a m. 6 tons.	1.15 p.m.    5 tons. 8.30 p.m.   5   „ 3. 10 a.m.    5    „ 7.303.01. to S.ioa.m. 4 tons.   Water.	70	IO IO 10	IO	1	6.45a.m.   Tank No. 5.   Solution I     contained 0-046 per cent. K. Cy. I 7.45a.m.   Tank No. 5.   Solution contained 0-042 per cent. K. Cy. 10 a.m.    Tank No. 5.    Solution contained 0*034 per cent. K. Cy.
No. 2 1	9      a.m.   5 ton?. 3.35 p.m.   5  „ 11.45 p.m.   5 „	I      p.m.    5 ton>. 9.5   p.m.    5   }$ 4.30 a.m.    5    »	40 IO 10 10				9.30 a.m.  Tank No. 4.   Solution contained 0-026 per cent. K. Cy.
							8  a.m.     Strong   solution   contained 0-060 per cent. K. Cy.
No. 3	8. 15 a.m.   5 tons. 5.45 p.m.   5  „ 12.45 a«m-   5 »	12 noon.     5 tons. 9.15 p.m.    5    „	IS 10 IO 5				
							8.15a.m.  Tank No. 3.   Solutionx contained 0-008 per cent.K. Cy. 10.45 a.m. TankNo,3. Solution contained 0*010 per cent. K. Cy. 12. 30 a.m. Tank No. 3.  Solution contained 0-013 Per cent- K. Cy. 2.3Op.m.   TankNo. 3.   Solution contained 0-020 per cent. K. Cy. 4. 30 p.m.   Tank No. 3.   Solution contained 0-033 per cent. K. Cy.
Xo. 4 |	Discharging and Filling. 6 p.m. till 8.15. p.m. from No. 3 tank. 10.5   p.m.   5 tons. |     I a.m.    5 tons 4.30 a.m.   5  „    j		10 5	IO			
No. 5	Leaching dry.						
